PRACTICE AT CRIPPLE CREEK, COLORADO
95
1st Laboratory	1st Bar gold 920.1 fine	2d Bar gold 916.3 fine	3d Bar gold 884.2 fine
2d Laboratory          .......	.2 fine 920.8 fine	.7 fine 916.8 fine	.5 fine 884.5 fine
3d Laboratory ...............	.8 fine 920.1 fine	.5 fine 91G.5 fine	885 .    fine 884.0 fine
	.3 fine	.6 fine	.3 fine
These results show a vast improvement over the former assays of Mercur bars.
Washington, D. C., Apr. 28, 1913.
FREDERIC P. DEWEY, Assaycr, Mint Bureau.ould have been $1557.30, that in August $ 1508.40, in September $1083.24, and in October $1433.25. It will, therefore, be seen that where a high-grade precipitate is produced which can be converted into comparatively high-grade bullion at a low cost, the saving by local molt lag in a large plant is greater than that indicated by the figures which 1 have given.
